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(54) PROCEDE DE PREPARATION D'UNE CELLULOSE 

MICROCRISTALLINE DE GRANDE PURETE, EXEMPTE DE 
PRODUITS CHIMIQUES, A PARTIR D'UNE CELLULOSE 
PRODUITE CfflMIQUEMENT 
(54) PROCESS FOR PREPARING A fflGH PURITY 

CHEMICAL-FREE MICROCRYSTALLINE CELLULOSE 
FROM A CHEMICALLY PRODUCED CELLULOSE 


(57) On peut produire une cellulose microcristalline de 
grande purete, exempte de produits chimiques, possedant 
un faible degie de polymerisation, au nioyen d'mi 
precede dans lequel aucun acide tel que HCl, H2S0^ 

n'cst ncccssairc, commc c'cst Ic cas dans Ics proccdcs 
d'hydrolyse acide classiques. T.edit proced6 consiste k 
preparer une pite a papier par retrituration, filtration et 
trituration d'une cellulose produite chimiquement. La 
pate k papier ainsi produite est chauifee par 
vapocraquagc, de sorte que de la pate a papier traitee soit 
produite. Une force de cisaillement est appliquee siir la 
pate d papier k la fin du vapocraquagc. La pSte k papier 
traite est en^ite filtr^e, lavee et blanchie, ce qui permet 
de produire de la cellulose microcristalline de grande 
purete, exempte de produits chimiques. Grace a ce 
proc6de, on peut produire ime cellulose microcristalline 
exempte de produits chimiques, en utilisant de la 
cellulose produite chimiquement, telle que de la 
cellulose kraft ou au bisulfite, comme matidre de depart. 
La cellulose microcristalline de grande puretd obtenue 
selon ledit proc^d^ peut etre utilis^e dans les industries 
pharmaceutiques el de la nutrition. 


(57) A high purity chemical-free microcry stall ine 
cellulose having a low degree od polymerization can be 
obtained by a process that does not require the use of any 
acids such as HCl, H^SO^ as are needed in conventional 

acid hydrolysis processes. This process comprises the 
steps of preparing a pulp by repulping, filtration and 
trituration of a chemically produced cellulose. The 
so-prepared pulp is subjected to heating through a steam 
explosion treatment in order to obtain a treated pulp. A 
shearing force is apphed onto the pulp at the end of the 
steam treatment. The treated pulp is then filtered, 
washed and bleached thereby to obtain the high purit)^ 
chemical-free microcrystalline cellulose. With this 
process, one may produce chemical free microcrystalline 
cellulose by using chemically produced cellulose such as 
kraft or bisulfite cellulose as starting material. The high 
purity microaystalline cellulose obtained from the 
present process may be used in the pharmaceutical and 
nutritional industries. 
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